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BASIC-ABSTRACT: 

The conjugate fibre has a sheath consisting of polyester 
that is difficult to 

dye with cationic dye and a core consisting of a polyester 
modified with 

comonomer Which has an affinity for cationic dye. In the 
cross section at 

right angle to axis of fibre, ratio of cross sectional area 
of sheath component 

to total cross sectional area of the fibre is 0.05 to 0.30. 

The comonomer is a 
cpd. of formula (I) and is used in 1.0 to 10.0 mol.%, where 


M is alkali metal ; 

A and A' are -CH3 or -{CH2)nOH ; n is at least 2. (I) are 
e.g. 

dimethyl (5 -sodium sulpho) isophthalate and 
bis-2-hydroxyethyl (5-sodium 

sulpho) isophthalate . The polyester for sheath consists 
mainly of polyethylene 

terephthalate and may contain less than 20% of comonomer. 

ADVANTAGE - The conjugate polyester fibre produces woven 
and knitted fabrics 

which can be decorated with high quality coloured patterns 
by dip dyeing 

through control of alkali treatment. 
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